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Claims 1-7 (Canceled) 

8, (Previously presented) A method for the manufacture of a conductive polymer 
composite, comprising 

impregnating a polymer with a vaporous hnlogcn in the absence of a volatile organic 
compound; and 

exposing the impregnated polymer to a pyrrole-containing monomer vapor to form a 
conductive polymer composite. 

y. (Previously presented) The method of claim 8, wherein the pyrrole-containing 
monomer vapor comprises pyrrole or pyrrole and N-methyl pyrrole. 

1 0. (Previously presented) The method of claim 8, wherein the composite has a 
conductivity of about 10" 7 to about 10" 1 S/cm, inclusive. 

11. (Previously presented) The method of claim 8, wherein the halogen is iodine. 

1 2. (Previously presented) The method of claim 8, wherein the polymer is a foam. 

1 3. (Previously presented) The method of claim S, wherein the polymer is a 
polyurethanc, a poJybutadicnc, or a styrenc-butadiene copolymer. 

Claims 14- 22 (Canceled) 


3 


PAGE 4/5 1 RCVD AT 3/14/2005 4:12:24 PM [Eastern Standard Time] * SVR:USPTO€FXRM/0 * DNK:8729306 * CSID:86028601 15 * DURATION (mm«ss):01-38 


